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® Mass of fine particles of inorganic material and method of producing the same, ultrathin film of the 
inorganic fine particles and method of making the same, magnetic recording medium and method 
of providing the same method of manufacturing patterns of inorganic material, and method of 
manufacturing wirings of inorganic material. 



© The present invention concerns a field of dealing 
with inorganic fine particles (1). and provides a mass 
of the inorganic fine particles and method of produc- 
ing the mass, and as applications of the method, an 
ultrathin film of inorganic fine particles and method 
of producing the ultrathin film, a magnetic recording 
medium and method of manufacturing the medium, 
and a method of manufacturing an inorganic pattern 
and method of manufacturing a inorganic wiring. 
Furthermore, the present invention provides the 
magnetic recording medium by covering the inor- 
jy^ganic fine particles with a monomolecular film (2) of 
^JL§ilane .type surface actjv e age nt .through chemical 
adsorption and permitting the inorganic fine particles 
J^and the monomolecular film to have functions. 
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© Mass of fine particles of inorganic material and method of producing the same, ultrathin film of the 
inorganic fine particles and method of making the same, magnetic recording medium and method . 
of providing the same method of manufacturing patterns of inorganic material, and method of 
manufacturing wirings of inorganic material. 



© The present invention -concerns a field of dealing with inorganic fine particles, and provides a mass of the 
inorganic fine particles and method of producing the mass, and as applications of the method, an ultrathin film of 
inorganic fine particles and method of producing the ultrathin film, a magnetic recording medium and method of 
manufacturing the medium, and a method of manufacturing an inorganic pattern and method of manufacturing a 
inorganic wiring. Furthermore, the present invention provides the magnetic recording medium by covering the 
inorganic fine particles with a monomolecular film of a silane type surface active agent through chemical 
adsorption and permitting the inorganic fine particles and the monomolecular film to have functions. 

FIG. I 
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MASS OF RNE PARTICLES OF INORGANIC MATERIAL AND METHOD OF PRODUCING THE SAME, 
ULTRATHIN FILM OF THE INORGANIC FINE PARTICLES AND METHOD OF MAKING THE SAME, MAG- 
NETIC RECORDING MEDIUM AMD METHOD OF PROVIDING THE SAME METHOD OF MANUFACTURING 
PATTERNS OF INORGANIC MATERIAL, AND METHOD OF MANUFACTURING WIRINGS OF INORGANIC 

MATERIAL 

BACKGROUND OF THE INVENTION 

The present invention relates to tine particles of an inorganic material, particularly to a mass of such 
inorganic fine particles and a method of providing such mass, an ultrathin film made from the mass of 
s inorganic fine particles and a method of making such ultrathin film, a magnetic recording medium and a 
method of providing the magnetic recording medium and a method of manufacturing a pattern of an 
inorganic material (hereinafter referred to as inorganic pattern) and a method of manufacturing a wiring of 
an inorganic material (hereinafter referred to as inorganic wiring). 

Hitherto, the mass of inorganic fine particles have been widely used as a wiring material, working 
ro material, recording material and printing material. A magnetic recording material and a method of making it 
will be illustrated below as one of the prior techniques. 

In general, prior methods of making the magnetic recording mediums comprises steps of dispersing 
fine particles of a magnetic inorganic material into a synthetic resin as binder to prepare a magnetic paint 
and coating a thin and uniform layer of the magnetic paint onto a substrate to form a recording layer. 
T5 Furthermore, in order to increase the coersive force of the medium, the methods may include a step of 
coating the magnetic paint onto a substrate and then placing the coated substrate in a magnetic field, 
thereby aligning the directions of the magnetic inorganic fine particles, followed by drying the substrate. 

However, such prior methods of making the magnetic recording mediums are not preferred for 
obtaining a high density recording medium because they contain a large amount of non-magnetic synthetic 
20 resins as binder. Furthermore, the entirty of the magnetic fine particles cannot easily be oriented due to the 
viscosity of the binder in the prior methods. 

As a further one of the prior techniques will be illustrated below a method of manufacturing a pattern of 
an inorganic material. 

In this prior method, a given inorganic material is vapor deposited onto a substrate to form an inorganic 
25 thin film, then a predetermined pattern is provided on a photoresist through a photoresist process, and the 
inorganic thin film is etched over the photoresist as mask. Then, the photoresist is removed to form the 
inorganic pattern. 

However, the prior methods in which the inorganic pattern is formed indirectly through a mask of 
photoresist comprise complicated process steps. 

30 

SUMMARY OF THE INVENTION 

According to the present invention, the mass of fine particles of an inorganic material is characterized 
35 by comprising the inorganic fine particies and an organic thin film of molecules of an organic compound 
formed on the fine particles, these molecules being chemically bonded to each other. 

For producing the mass of fine particles of an inorganic material of the present invention, the method is 
characterized by comprising steps of forming a monomolecular layer of an organic compound uniformly on 
the inorganic fine particles and subjecting the organic compound molecules formed on the inorganic fine 
40 particles to chemical or physical treatment to give chemical bonding of the organic -compound molecules to 

each other. 
" ^rTrccorolince^ 

The ultrathin film of inorganic fine particles according to the present invention is characterized by 
comprising the inorganic fine particles fixed in a thin film form and an organic thin film made of molecules 
45 of organic compound on tne inorganic fine particles, said organic molecules being chemically bonded to 
each other. 

For making the ultrathin film of inorganic fine particles as described above, the method of the present 
invention is characterized by comprising steps of uniformly forming a monomolecular layer of organic 
compound molecules on tne inorganic fine particles, then developing these inorganic fine particles on a 
so gas-liquid interface and recovering these inorganic fine particles on a substrate, and subjecting the 
recovered fine particles to chemical or physical treatment to give chemical bonding of the organic 
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compound molecules to each other. 

The magnetic recording medium of the present invention is made by using fine particles of a magnetic 
inorganic material as the inorganic fine particles to form an ultrathin film which is a recording layer. 

The method of manufacturing the inorganic pattern of the present invention is characterized by 
s comprising steps of forming a monomolecule layer of an organic compound molecules on the surface of the 
inorganic fine particles, then subjecting the organic compound provided on the inorganic fine particles to 
chemical or physical treatment at a part to be provided with the pattern, and removing the inorganic fine 
particles from the part not subjected to any chemical or physical treatment. 

Moreover, the method of manufacturing an inorganic wiring is characterized by using as the inorganic 
ro fine particles an electrically conductive material. 

According to the present invention, the inorganic fine particles can easily be dealt with, and magnetiz- 
ation can be retained with good efficiency. Further, the ultrathin film of inorganic fine particles is novel and 
can be made with ease. Still further, the magnetic recording material and the method of producing it can 
expect high densification and highly oriented magnetic inorganic particles. The method of manufacturing the 
j 5 inorganic pattern and the method of manufacturing the inorganic wiring according to the present invention 
can directly form the inorganic pattern and inorganic wiring without use of any photoresist. 



BRIEF DESCRIPTION OF THE DRAWINGS 

so 

Fig. 1 is a diagrammatical cross-sectional view of the inorganic fine particles illustrating the mass of 
inorganic fine particles according to the present invention. 

Fig. 2 is an enlarged view of the encircled part A in Fig. 1. 

Figs. 3 to 6 are diagrammatical views of the mass of inorganic fine particles in respective steps, 
25 which illustrate the method of producing the mass according to the present invention. Fig. 6 is an enlarged 
view of the encircled part B in Fig. 5. 

Fig. 7 is a diagrammatical cross-sectional view of one embodiment of the ultrathin film of inorganic 
fine particles according to the present invention. 

Fig. 8 is an enlarged view of the encircled part C in Fig. 7. 
30 Figs. 9 to 1 1 are diagrammatical cross-sectional views stepwise illustrating the method of making the 

ultrathin film of inorganic fine particles according to Examples 1 and 2 of the present invention. 

Fig. 12 is a diagrammatical view illustrating one embodiment of the magnetic recording medium 
using the inorganic fine particles of the present invention. 

Figs. 13 and 14 are diagrammatical cross-sectional views illustrating the magnetic recording medium 
35 using the inorganic fine particles in Example 1. 

Fig. 15 is a diagrammatical cross-sectional view illustrating one embodiment of the magnetic 
recording medium using the inorganic fine particles of the present invention. 
Fig. 16 is an enlarged view of the encircled part D in Fig. 15. 

Figs. 17 to 20 are diagrammatical cross-sectional views stepwise illustrating the method of producing 
«»o the magnetic recording medium using the mass of inorganic fine particles in Example 2 of the present 
invention. 

Figs. 21 to 25 are diagrammatical cross-sectional views illustrating the method of manufacturing the 
inorganic pattern of the present invention. Fig. 22 is an enlarged view of the encircled part E in Fig. 21 . and 
Fig. 24 is an enlarged view of the encircled part F in Fig. 23. 
45 Fig. 26 is a diagrammatical cross-sectional view illustrating the method of manufacturing the 

inorganic wiring according to the present invention. 



—DETAILED-DESCRIPTIONS *OFTHE"PREFERRED EMBODIMENTS ~ — - • —~~.-~--".-~--»-.~ 
50 

One embodiment of the mass of inorganic fine particles of the present invention will be illustrated below 
with reference to Figs. 1 and 2. 

Fig. 2 diagrammatically illustrates the detail of the encircled part A in Fig. 1. 

A silane type surface active agent is adsorbed and reacted on the surface of inorganic fine particles i 
55 to form a monomolecular film 2. The silane type surface active agent 3 has a functional group at the end 
thereof, which group is polymerized with the terminal functional group of the silane type surface active 
agent provided on the surface of the adjacent inorganic fine particles to form a chemical bonding 4. 
resulting in the formation of the mass of inorganic fine particles. 
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One embodiment of the method of producing the mass of inorganic fine particles according to the 
present invention is illustrated in the order of the steps in Figs. 3. 4, 5 and 6. 

Fig. 6 is a diagrammatical view illustrating the detail of the mass enlarged within circle B. 

A solution 5 comprised principally of n-hexadecane in which as the silane type surface active agent is 
conveniently dissolved CH=C-{CH 2 )„-SiCb wherein n is a positive integer, is prepared. Into this solution are 
immersed fine particles of an iron-nickel alloy as fine particles 6. Normally, oxide thin films are naturally 
formed on the surface of inorganic fine particles and hydroxyl groups are exposed. Therefore, the -SiCb 
group and hydroxyl group undergo dehydrochlorination to form a monomolecular film 7 (2 - 3 nm thick) of 
the silane type surface active agent in the form of 

I 

O 
I 

CHs C-(CH ) -Si-0-( inorganic material) 
z n , 

O 
I 

uniformly on the inorganic fine particles (see Fig. 3). 

Then, the iron-nickel alloy fine particle uniformly covered with the monomolecular film 7 of silane type 
surface active agent are removed out and irradiated with an electron beam 8 with a predetermined density 
maintained {see Fig. 4). 

The electron beam irradiation allows a terminal acetylene group 9 of the monomolecular fitm 7 to be • 
polymerized with a terminal acetylene group 9 of a monomolecular film 7 covering another adjacent iron- 
nickel alloy fine particle 6 thereby forming a chemical bonding 10 (see Figs. 5 and 6). 

Another embodiment of the present invention will be illustrated below with reference to Figs. 7 and 8. 
Fig. 7 is a diagrammatical cross-sectional view of the ultrathin film of inorganic fine particles, and Fig. 8 is 
an enlarged view of the encircled part C in Fig. 7. 

Reference number 11 denotes inorganic fine particles of 100 A in si2e. The inorganic fine particles 11 
have a film of oxides of the particle-constituting ingredients on the surface thereof. On the oxide film are 
adsorbed organic compound molecules 12 having a straight-chain hydrocarbyl group, i.e.. the silane type 
surface active agent. This silane type surface active agent 12 is chemically bonded to the adjacent silane 
surface active agent. Reference number 13 denotes a chemical bonding which is an ethylene bond. 
Reference number 14 denotes a substrate. As shown in Fig. 8, the silane type surface active agent 12 and 
the inorganic fine particles 1 1 form a siloxane bond 1 5 of 

I 

O 
I 

-Si-O- (inorganic material) 

I 

O 
I 

Therefore, the inorganic fine particles 11 are fixed with the silane type surface active agent 12. and this 
agent 12 is fixed with the chemical bonding 13 which is the ethylene bond. Thus, .the maintenance of the 
inorganic fine particles 1 1 is excellent. In the present invention, the Langmuir-Blodgett's technique may be 
^ TisetTaTYd^nce^^ 
uniform thickness. 



Example 1 

The method of producing the ultrathin film of magnetite fine particles according to the present invention 
will be illustrated stepwise with reference to Figs. 9 to 11. which are all cross-sectional views. 

As an organic compound to be adsorbed on the fine particles was used a silane type surface active 
agent 20 containing a chlorosilane group and ethylene bond 
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CH 3 -OC-(CH 2 )i7-SiCl3. t ... 

The agent was dissolved in a non-aqueous solvent comprised principally of chloroform. Inorgan.c fine 
particles 21 were placed in the resultant solution and agitated. The chlorosiiane group was reacted with the 
film of oxides formed on the inorganic fine particles 21. which oxides were of the fine particle-constituting 
ingredients to thereby form a siloxane bond which thus allowed the silane type surface active agent 20 to 
be adsorbed on the fine particles. The agent-adsorbed fine particles 21 were developed on the gas-l.qu.d 
interface 22 Then, the fine particles 21 were gathered with a barrier 23 and then a proper pressure was 
applied to form an ultrathin film 24 of the fine particles. This ultrathin film 24 was transferred onto a 
substrate 25 of silicon. Fig. 9 shows the manner of the silane type surface active agent 20 being adsorbed 
on the entire surfaces of the fine particles 21. not three-dimensionaliy but two-dimensionally for simplifica- 

tl0n Then, an electron beam 26 was irradiated in an inert gas atmosphere of nitrogen on the ultrathin film of 
fine particles 24 formed on the substrate 25 (see Fig. 10). 

The irradiation of the electron beam 26 allowed the acetylene bond of the silane type surface active 
agent 20 adsorbed on the surface of the inorganic fine particles 21 to be chemically reacted with the 
acetylene bond of the adjacent agent 20. thereby forming an ethylene bond 27. The ethylene bonds 27 
were produced both between the acetylene bonds adjacent to each other on one fine particle and between 
the acetylene bonds on one fine particle and those on another fine particle. However. Fig. 1 1 d.agrammati- 
cally shows the ethylene bonds for simplification. 



Example 2 

The method of producing the ultrathin film of magnetite fine particles according to the present invention 
wilt be illustrated stepwise with reference to Figs. 9 to 11. which are all cross-sectional views. 

The procedures of Example 1 were repeated until the step of transferring the ultrathin film onto the 

SljbS Subseauently. tantalum chloride as a catalyst comprising a transition metal of Groups V and VI of the 
Periodic Table or a compound thereof was dissolved in a non-aqueous solvent of toluene. Then, into the 
resultant solution was dipped the substrate having the ultrathin film of fine particles formed thereon. The 
dipping allowed the acetylene bonds of the silane type surface active agent to be chemically bonded to the 
adjacent acetylene bonds, thereby forming the ethylene bonds (see Fig. 11). 

Then, an embodiment of a magnetic recording medium using the mass of the magnetite fine particles 
according to the present invention will be illustrated below with reference to Fig. 12. 

On the surface of magnetic inorganic fine particles 28 is uniformly adsorbed a silane type surface active 
agent to form a monomolecular film 29. These magnetic inorganic fine particles are deposited on a 
substrate 30 to obtain the magnetic recording medium. The silane type surface active agent 31 constituting 
a monomolecular film has a functional group at the end thereof. The magnetic inorganic f.ne particles 31 are 
oriented in some direction. Thereafter, polymerization is allowed to occur between the functional groups at 
the ends of the silane type surface active agents formed on the adjacent magnetic inorgan.c fine particles, 
thereby forming chemical bondings 32 and thus a mass of magnetic inorganic fine particles on the 
substrate. 

Next a further embodiment of the method of manufacturing the magnetic recording medium using the 
inorganic fine particles according to the present invention will be illustrated below with reference to Figs. 13 

30(3 As mentioned above for the method of producing the mass of inorganic fine particles, a solution 
comprised principally of n-hexadecane containing CH=C-(CH 2 )„- SiCb wherein n is a positive integer. 

~^tsso<vee^wfflift4sH*gp«^ 

e g . magnetite fine particles. The magnetite is a magnetic iron oxide. Naturally, hydroxyl groups are 

i exposed on the surface of the magnetite fine particles. In the case of magnetic inorganic particles other 
than oxides a natural oxide thin film is in general formed on the magnetic inorganic fine particles and the 
hydroxyl groups are exposed. Therefore, the -SiCla group of the silane type surface active agent and the 
exposed hydroxyl group undergo dehydrochlorination, thereby uniformly forming 
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I 

0 
I 

CH= C-(Cl- ) n -Si-0- (inorganic material) 

O 
I 



on the magnetic inorganic fine partices. thus forming a monomolecular film 33 (2 - 3 nm thick) comprising 
the silane type surface active agera. Then, the magnetic inorganic fine particles 34 uniformly covered with 
the monomolecular film 33 of silane type surface active agent are removed. The magnetic inorganic fine 
particles 34 are applied onto a substrate 35. In order to orient the magnetic inorganic fine particles, a 
magnetic field 36 is applied to the substrate 35 with a proper angle to the substrate, in this embodiment, 
the magnetic field is applied in a direction perpendicular to the substrate (see Fig. 13). 

By applying the magnetic field 36 the magnetic inorganic fine particles 34 are oriented. An energy 
beam, e.g., electron beam 37 is irradiated against the substrate with this state maintained at a predeter- 
mined density. This irradiation of the electron beam allows the acetylene group at the end of the 
monomolecular film 33 comprising the silane type surface active agent to be polymerized with the 
acetylene group at the end of the adjacent monomolecular film to form a chemical bonding 38, whereby the 
fine particles are fixed (see Fig. 14). 

A still further embodiment of the magnetic recording medium using the inorganic fine particles 
according to the present invention will be illustrated below with reference to Figs. 15 and 16. Fig. 15 is a 
diagrammatical cross-sectional view of the magnetic recording medium, and Fig. 16 is an enlarged view of 
the encircled part D in Fig. 1 5. 

Reference number 39 denotes magnetic inorganic fine particles of about 100 A in size. A film of oxides 
of the ingredients constituting the magnetic inorganic fine particles is formed on the surface of the magnetic 
inorganic fine particles 39. On this oxide film are adsorbed a silane type surface active agent 40 of an 
organic compound having a straight-chain hydrocarbyl group. This silane type surface active agent 40 is 
chemically bonded to the adjacent siiane type surface active agent. Reference number 41 denotes a 
chemical bonding, i.e., ethylene bond between the silane type surface active agents. Reference number 42 
denotes a fluorine substituting site provided at the end of the silane type surface active agent 40. Reference 
numeral 43 denotes a substrate. As shown in Fig. 17, the silane type surface active agent 40 forms a 
siloxane bond 44 of 



O 
I 

-Si-O- (inorganic material) 



together with the magnetic inorganic fine particles 39. Therefore, the magnetic inorganic fine particles 39 
are fixed with the silane type surface active agent 40. Further, the silane type surface active agent 40 is 
fixed with the chemical bond 41 of ethylene bond. Thus, the maintenance of the magnetic inorganic fine 
particles is excellent. In the present invention, the Langmuir-Blodgett's technique may be used and hence 
the ultrathin film of inorganic fine particles can be formed in the form of layer having a uniform thickness. 

atoms by replacing the terminal hydrogen atoms of the silane type surface active agent 40 with the fluorine 
atoms. Therefore, the ultrathin film is excellent in wear resistance when used for a magnetic head. 
Furthermore, the ultrathin film of magnetic inorganic fine particles can be formed in a lamellar form and 
hence magnetic properties as desired can easily be obtained. 



Example 3 

An actual embodiment of the method of manufacturing the magnetic recording medium using the 
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ultrathin film of magnetite fine particles according to the present invention will be illustrated below with 
reference to Figs. 17 to 20. which are all cross-sectional views. 

As an organic compound to be adsorbed on magnetic fine particles was used a silane type surface 
active agent 45 having a straight-chain hydrocarbyl group containing a chlorosilane group, trifluoromethyl 
group and acetylene group, i.e., having the formula of 
CFs-OC-fCHzJw-SiCls. 

This agent was dissolved in a solvent comprised principally of chloroform. Into the resultant solution were 
placed the magnetic fine particles 46 and agitated. The chlorosilane group was reacted with the film of 
oxides of the ingredients constituting the magnetic fine particles to form a siloxane bond, thus the silane 
type surface active agent 45 being adsorbed on the magnetic fine particles. The agent-adsorbed magnetic 
fine particles 46 were developed on a gas-liquid interface 47 and gathered by a barrier 48. These magnetic 
fine particles were changed under a proper pressure in an ultrathin film 49. In this case, a magnetic field 50 
was applied to orient the magnetic fine particles 46. The ultrathin film of magnetic fine part.cles was 
transferred onto a substrate 51 of silicon. Fig. 17 shows the manner of the silane type surface active agent 
45 being formed on the entire surfaces of the fine particles 46. not three-dimensionally but two- 
dimensionally for simplification. 

Then, to the ultrathin film 49 of magnetic fine particles formed on the substrate 51 was irradiated an 
energy beam of electron beam 52 (see Fig. 18). 

The irradiation of the electron beam 52 allowed the acetylene bond of the silane type surface active 
agent 45 adsorbed on the surface of the magnetic fine particles 46 to be chemically reacted with the 
acetylene bond of the adjacent agent 45. thereby forming an ethylene bond 53. The ethylene bonds 53 
were produced both between the acetylene bonds adjacent to each other on one fine particles 46 and 
between the acetylene bonds on one fine particle and those on another fine particle. However, Fig. 19 
diagrammatically shows the ethylene bonds for simplification. 

In accordance with the same procedures as shown in Figs. 17 and 18. a further ultrathin film 49 of the 
magnetic inorganic fine particles was accumulated on the ultrathin film 49 of magnetic inorganic fine 
particles to obtain the magnetic recording medium of the present invention (see Fig. 20). 

Next one embodiment of the method of manufacturing the inorganic pattern according to the present 
invention will be illustrated below with reference to Figs. 21 to 25. which are all cross-sectional views. 

inorganic fine particles 54. for example, fine particles of an aluminum-silicon alloy, are immersed in a 
non-aqueous solution of a silane type surface active agent 55. for example, CH=C-(CH 2 ) n -SiCI 3 wherein n is 
a positive integer contained in a solvent comprised principally of n-hexadecane. The silane type surface 
active agent 55 has the -SiCb group and straight-chain hydrocarbyl chain at the bottom end thereof and a 
functional group such as acetylene group 56 at the other end thereof. Since the inorgan.c fine particles has 
; a naturally-oxidized film on the surface thereof, a hydroxide group is exposed. The hydroxide group and the 
-SiCIa group undergo the dehydrochlorination to form. 

i 

O 

J I 

CH=C-(CH_) -Si-O- (inorganic material) 



uniformly on the inorganic fine particles, thus forming a monomolecular film 57 (2 - 3 nm thick) of the silane 
type surface active agent (see Figs. 21 and 22; Fig. 22 is an eniarg^viewjjf the _e nc ^ cl ed 1 part ^ ^ 

" J " J 2T)r""™'" — —————— — — — — — ~— — ~~~>— .~- — - • . — - 

, Then, the inorganic fine particles 54 of an aluminum-silicon alloy entirely and uniformly covered with the 
monomolecular film 57 of the silane type surface active agent are removed and dissolved in a non-aqueous 
solvent such as chloroform. The solution is coated on a substrate 58 and the solvent is vaporized to form a 
film of the inorganic fine particles on the substrate. Then, a mask 59 is positioned on the substrate 58 and 
an energy beam 60 is irradiated through the mask against the film at the selected pattern alone. The energy 
beam may be. for example, an electron beam. 

Acetylene groups at the ends of the monomolecular films 57 and 57 of silane type surface active agent 
55 formed on the adjacent inorganic fine particles 54 and 54', respectively are polymerized with each other 
to form a chemical bonding 61. Thus, the inorganic fine particles of an aluminum-silicon alloy are selectively 
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fixed through the chemical bonding by selectively irradiating the energy beam (see Fig. 23 and 24: Fig. 24 
is an enlarged view ot the encircled part F in Fig. 23). 

Then, the film of inorganic fine particles selectively irradiated with an energy beam is immersed in a 
solvent such as chloroform. The inorganic fine particles not irradiated with an energy beam and having no 
chemical bonding are removed by the immersion. As a result, the inorganic fine particles at the part 
irradiated with an energy beam are retained on the substrate 58 to form the inorganic pattern (see Fig. 25). 

Next one embodiment of the method of manufacturing an inorganic wiring using the method of 
manufacturing the inorganic pattern will be illustrated below with reference to Figs. 25 and 26. 

In accordance with the method of manufacturing the inorganic pattern, the inorganic pattern comprising 
inorganic particles 54 to be used for wiring is formed on a substrate 58 on which the wiring is to be formed. 
The substrate having the inorganic pattern formed thereon is then heated in an atmosphere of an inert gas 
such as nitrogen gas to a temperature of 400* C. This heat treatment in an inert gas atmosphere can 
decompose and remove away the monomolecular film 57 of an electric conductivity-preventing siiane type 
surface active agent 55 to form the inorganic wiring of inorganic fine particles on the substrate 58 (see Figs. 
25 and 26). 

The inorganic fine particles used in the present invention may be of aluminum, aluminum-silicon alloy, 
aluminum-copper alloy, aiuminum-silicon-copper alloy, platinum, palladium, titanium, tantalum, chromium, 
tin, tungsten, molybdenum and etc. 

The drawings attached hereto all are diagrammatical cross-sectional views but it is needless to say that 
the various chemical bondings are made three-dimensionally. 

In the examples of the present invention as described above, the acetylene group was used as the 
unsaturated bond of the siiane type surface active agent, but other unsaturated bonds, for example, vinyl 
group and diacetylene group, which allows the polymerization to occur, may be used in the present 
invention. Furthermore, not only the unsaturated bonds but also any other groups such as epoxy group may 
be used. 

In the examples of the present invention as described above, the siiane type surface active agent 
having a terminal chlorosilane group was used but any other surface active agents which having a group 
capable of being adsorbed on inorganic materials may be used, for example, triazine dithiol derivatives may 
be used. When the triazine dithiol derivatives are used, no non-aqueous solvent needs to be used and no 
siloxane bonding is formed. 

In the examples of the present invention as described above, an electron beam was used as the energy 
beam, but it is needless to say that ultraviolet rays, far ultraviolet rays. X-ray and gamma rays to be used 
may conveniently be changed depending upon the kinds of the terminal functional groups of the siiane type 
surface active agents used. 

In the examples of the present invention as described above, a magnetic field was used in producing 
the magnetic recording medium, but it is needless to say that an electric field may be used. ' 

In place of the coating technique used for applying the magnetic inorganic fine particles onto the 
substrate in manufacturing the magnetic recording medium with the mass of inorganic fine particles as 
described in the examples of the present invention above, other applying techniques such as casting may 
i be used. 

The ultrathin film of inorganic fine particles as described in the examples of the present invention above 
has one or two layers, but it is needless to say that multilayered or accumulated ultrathin films may be 
made as desired. 

In the method of producing the ultrathin film of inorganic fine particles and the method of manufacturing 
5 the magnetic recording medium with the ultrathin film above, the energy beam was irradiated against the 
substrate having the inorganic fine particles transferred thereon, but the energy beam, may be irradiated 
against the inorganic fine particles on the gas-liquid interface, followed by transferring the irradiated 
particles onto the substrate. 

I n ordetL to raise . uD_JDB..ooejitabffl^ . pLRCfi djjSia9-&g. 
o ultrathin film of inorganic fine particles and of manufacturing the magnetic recording medium according to 
the present invention may adopt application of magnetic field to the ultrathin film on the gas-liquid interface 
when the inorganic fine particles are sensitive to magnetism, or application of magnetic or electric field to 
the ultrathin film when the energy beam is irradiated. 

In the method of producing the ultrathin film of inorganic fine particles as described in Example 2 
5 above, the catalytic polymerization was used, but it is needless to say that this catalytic polymerization is 
possible in other methods of the present invention. Furthermore, in Example 2 above, catalysts comprising 
the transition metals of Groups V and VI of the Periodic Table or compounds thereof were used, but any 
catalysts which allow the siiane type surface active agents to be chemically bonded to each other may be 
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In the examples with the magnetic recording medium using the ultrathin film of the present invention as 
described above, an energy beam was irradiated against the substrate having the magnetic inorganic fine 
particles transferred thereon, but the energy beam may be applied to the inorganic fine particles on the 
s gas-liquid interface, followed by transferring the particles onto the substrate. 

In the examples with the magnetic recording medium using the ultrathin film of the present invention as 
described above, the magnetic field was applied to the ultrathin film of magnetic inorganic fine particles on 
the gas-liquid interface, but it may be applied together with the energy beam, in order to raise up the 
orientability of the particles. 

70 In the examples with the method of manufacturing the inorganic wiring of the present invention, the heat 

treatment was carried out at a temperature of 400* C. but it is needless to say that the temperature can be 
changed depending upon the kinds of the silane type surface active agents, so that the agents may be 
decomposed and removed away. 

By the method of manufacturing the inorganic pattern according to the present invention, the inorganic 

ts wiring was made in the example as described above, but in addition this method is applicable to metal 
electrodes, particularly bump bonding or microbump bonding which requires fine metal patterns. 

In the example of the method of manufacturing the inorganic pattern according to the present invention 
as described above, a mask was used for selectively irradiating the energy beam, but the electron beam or 
the like may be applied through a direct drawing technique. Thus, this direct drawing technique may be 

20 utilized in the present invention. 

The mass of inorganic fine particles and the method of producing the mass, the magnetic recording 
medium with the mass and the method of producing the medium, the ultrathin film of inorganic fine particles 
and the method of manufacturing the film, and the magnetic recording medium with the ultrathin film and 
the method of manufacturing the medium, according to the present invention, provide novel technical fields 

25 of dealing with inorganic fine particles. Furthermore, the magnetic recording medium with inorganic fine 
particles and the method of producing the medium according to the present invention can realize high 
densification without using any binder which is a problem prior magnetic paints have. Furthermore, there is 
no orientation hindrance due to the viscosity of binder and the orientation of particles can be made with 
ease in the present invention, since no binder is used. When the present invention is used for producing a 

30 perpendicular magnetization magnetic recording medium, a high performance magnetic recording medium 
can very easily be made. Still further, the mass of inorganic fine particles and the method of producing the 
mass and the ultrathin film of inorganic fine particles and the method of producing the film according to the 
present invention are applicable to wiring materials, working materials such as abrasives, a way of 
conveying the inorganic fine particles, coating materials, painting materials, photosensitive recording 

05 materials, printing materials, catalysts and the like. 

The method of manufacturing the inorganic pattern and the method of manufacturing the inorganic 
wiring according to the present invention are novel ones which do not require expensive apparatuses such 
as that used in prior sputtering technique. Furthermore, the methods of the present invention require no 
steps of forming photoresist pattern, dry-etching of inorganic thin films, and removing the photoresist but 

40 can directly form the inorganic pattern or wiring. Thus, the present invention contributes greatly to 
industries. 



1 . A mass of inorganic fine particles which each is covered with a monomolecular film of a silane type 
surface active agent, at least part of said monomolecular films is chemically bonded to the monomoiecular 

_ _ -fi lm _s fo r - me _ d . f^h<L!M?fagg? JR.*. j^jlgcent inor ganic ijine ..particles. ^ ^ 

2. The mass of inorganic fine particles according to Claim 1, wherein a film of oxides of inorganic fine 
so particle constituting-ingredients is formed on the surface of the inorganic fine particles. 

3. The mass of inorganic fine particles according to Claim 1, wherein end groups on one side of said 
silane type surface active agent and the inorganic fine particles form a siloxane bond of 
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Si-O- {inorganic 
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. material ) . 

4. The mass of inorganic fine particles according to Claim 1. wherein said silane type surface active 
agent comprises a straight hydrocarbon chain. 

5. The mass of inorganic fine particles according to Claim 1, wherein a number of the CH 2 group 
forming the straight-chain hydrocarbon of said siiane type surface active agent is 10 or more. 

6. The mass of inorganic fine particles according to Claim 1. wherein said siiane type surface active 
agent contains a functional group. 

7. The mass of inorganic fine particles according to Claim 1. wherein said silane type surface active 
agent is chemically bonded to the surface of said inorganic fine particles. 

8. The mass of inorganic fine particles according to Claim 1 , wherein the functional group included in 
the silane type surface active agent chemically adsorbed on the surface of the inorganic fine particles is 
chemically bonded to the functional group included in the silane type surface active agent chemically 
adsorbed on the surface of at least one of the adjacent inorganic fine particles. 

9. An ultrathin film of inorganic fine particles, which comprises the inorganic fine particles fixed in the 
ultrathin film form and an organic thin film of a silane type surface active agent formed on the surface of 
said inroganic fine particles, at least part of the functional groups included in said silane type surface active 
agent being chemically bonded to each other. 

10. The ultrathin film of inorganic fine particles according to Claim 9. wherein a film of oxides of 
inorganic fine particle constttuting-ingredients is formed on the surface of the inorganic fine particle. 

1 1. The ultrathin film of inorganic fine particles according to Claim 9. wherein end groups on one side of 
said silane type surface active agent and the inorganic fine particles form a siloxane bond of 



(silane type surface active agent) - Si-O- (inorganic 



12. The ultrathin film of inorganic fine particles according to Claim 9. wherein said silane type surface 
active agent comprises a straight hydrocarbon chain. 

13. The ultrathin film of inorganic fine particles according to Claim 9, wherein a number of the CH 2 
group forming the straight-chain hydrocarbon of said silane type surface active agent is 1 0 or more. 

14. The ultrathin film of inorganic fine particles according to Claim 9, wherein said siiane type surface 
active agent contains a functional group. 

15. The ultrathin film of inorganic fine particles according to Claim 9, wherein said silane type surface 

active agent is chemic ally bo nded to the surface of said [^pJ Q^^j^P^^^x^^^^ 

^"IWTyh^WSt^i^mm^oi inorganic fine "particles according to Claim 9. wherein the functional group 

included in the silane type surface active agent chemically adsorbed on the surface of the inorganic fine 
particles is chemically bonded to the functional group included in the silane type surface active agent 
chemically adsorbed on the surface of at least one of the adjacent inorganic fine particles. 

17. A method of producing a mass of inorganic fine particles, which comprises steps of reacting the 
inorganic fine particles on the surface thereof with a silane type surface active agent containing a straight 
hydrocarbon chain and a functional group to form a mbnomolecular film on the surface of said inorganic 
fine particles, making the inorganic fine particles covered with the monomolecular film in a predetermined 
density on a substrate, and subjecting the monomolecular film to physical or chemical treatment to allow 
the functional groups to be chemically bonded to each other. 
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18. The method of producing the mass of inorganic fine particies according to Claim 17. wherein a 
chemical adsorbing method is used in forming the monomolecular film of the silane type surface active 
agent on the surface of the inorganic fine particles. 

19. The method of producing the mass of inorganic fine particles according to Claim 17. wherein said 
5 silane surface active agent has a straight-chain hydrocarbyl group containing 10 or more CH 2 groups, 

polymerizing groups at one end thereof and a group of being adsorbed at the other end thereof on the 
surface of said inorganic fine particles. 

20. The method of producing the mass of inorganic fine particles according to Claim 17, wherein the 
group in said silane type surface active agent of being adsorbed on the surface of said inorganic fine 

io particles is mono-, di-or tri-chlorosilane group. 

21. The method of producing the mass of inorganic fine particles according to Claim 17, wherein said 
polymerizing group is an unsaturated bonding group. 

22. The method of producing the mass of inorganic fine particles according to Claim 17, wherein said 
physical treatment is carried out with an energy beam such as ultraviolet rays, far ultraviolet rays, electron 

75 beam and X-rays. 

23. The method of producing the mass of inorganic fine particles according to Claim 17. wherein said 
chemical treatment is carried out in the presence of a catalyst. 

24. A method of producing an ultrathin film of inorganic fine particles, which comprises steps of forming 
a monomolecular film of a silane type surface active agent uniformly on the surface of inorganic fine 

20 particles, developing said inorganic fine particies on a gas-liquid interface, transferring said inorganic fine 
particles onto a substrate, and subjecting the inorganic fine particles transferred on the substrate to physical 
or chemical treatment, thereby allowing the groups in the silane type surface active agent to be chemically 
bonded to each other. 

25. The method of producing an ultrathin film of inorganic fine particles according to Claim 24, wherein 
25 the step of transferring the inorganic fine particles onto the substrate is carried out with a Langmuir- 

Blodgett's method. 

26. The method of producing an ultrathin film of inorganic fine particles according to Claim 24, wherein 
said silane surface active agent has a straight-chain hydrocarbyl group containing 10 or more CH 2 groups, 
polymerizing groups at one end thereof and a group of being adsorbed at the other end thereof on the 

30 surface of said inorganic fine particles. 

27. The method of producing an ultrathin film of inorganic fine particles according to Claim 24, wherein 
the group in said silane type surface active agent of being adsorbed on the surface of said inorganic fine 
particles is mono-, di- or tri-chlorosilane group. 

28. The method of producing an ultrathin film of inorganic fine particles according to Claim 24, wherein 
35 said polymerizing group is an unsaturated. bonding group. 

29. The method of producing an ultrathin film of inorganic fine particles according to Claim 24, wherein 
said physical treatment is carried out with an energy beam such as ultraviolet rays, far ultraviolet rays, 
electron beam and X-rays. 

30. The method of producing an ultrathin film of inorganic fine particles according to Claim 24, wherein 
40 said chemical treatment is carried out in the presence of a catalyst. 

31 . A magnetic recording material, which comprises a substrate and a thin film of magnetic inorganic 
fine particles covered with a monomolecular film of a silane type surface active agent on the substrate, the 
groups in said silane type surface active agent being chemically bonded to each other. 

32. A method of manufacturing a magnetic recording medium, which comprises steps of forming a 
45 monomolecular film of a silane type surface active agent uniformly on the surface of magnetic inorganic fine 

particles, forming a film of said magnetic inorganic fine particles on a substrate for said magnetic recording 
medium, and subjecting said film of the magnetic inorganic fine particles, formed on said substrate to 
physical or chemical treatment to allow the groups in said silane type surface active agent to be chemically 
■^^ r '''l»n(be^tb"eachlifherr " • • "~*~ " ~ "~~ " " ' ""--y 

so 33. The method of manufacturing a magnetic recording medium according to Claim 32, wherein said 

physical treatment is carried out in a magnetic field. 

34. The method of manufacturing a magnetic recording medium according to Claim 32, wherein said 
film of magnetic inorganic fine particles is formed by a spin coating technique on said substrate. 

35. The method of manufacturing a magnetic recording medium according to Claim 32. wherein the 
55 step of forming said film of the magnetic inorganic fine particles onto the substrate is carried out with a 

Langmuir-Blodgett's method. 

36. The method of manufacturing a magnetic recording medium according to Claim 35, wherein the 
step of forming said film of the magnetic inorganic fine particles is carried out in a magnetic field. 
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37. The method of manufacturing a magnetic recording medium according to Claim 32. wherein a step 
of magnetizing the magnetic inorganic fine particles is inserted between the step of forming the mon- 
omolecular film of silane type surface active agent uniformly on the surface of said magnetic inorganic fine 
particles and the step of forming the film of said magnetic inorganic fine particles on the substrate for the 

s magnetic recording medium. 

38. A method of manufacturing an inorganic pattern, which comprises steps of reacting a silane type 
surface active agent containing a straight hydrocarbon chain and a functional group with the surface of 
inorganic fine particles to form a monomolecular film of the agent on said surface of inorganic fine particles, 
making the inorganic fine particles covered with the monomolecular film in a predetermined density on a 

70 substrate, and subjecting the monomolecular film at portions on which said inorganic pattern is to be 
formed, to physical treatment to allow the functional groups to be chemically bonded to each other. 

39. A method of manufacturing an inorganic pattern, which comprises steps of reacting a silane type 
surface active agent containing a straight hydrocarbon chain and a functional group with the surface of 
inorganic fine particles to form a monomolecular film of the agent on said surface of inorganic fine particles, 

ts making the inorganic fine particles covered with the monomolecular film in a predetermined density on a 
substrate, subjecting the monomolecular film at portions on which said inorganic pattern is to be formed, to 
physical treatment to allow the functional groups to be chemically bonded to each other, and heat treating 
said inorganic pattern. 
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